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Sir: 

Prior to the examination of the above-referenced application, please enter the 
following amendments and remarks. 

IN THE CLAIMS : 

Please substitute the following amended, clean versions of the indicated claims 
(a marked- up version of the changes to the claims is attached to this Amendment): 

3. (amended) Process according to claim 1, characterized in that also 
the temperature of the main processing step is kept below the plasticizing temperature of the 
PET-material. 

4. (amended) Process according to claim 1, characterized in that for 
PET-pieces and/or milled PET-bottles the pre-processing step, that preferably is performed 
under environmental pressure, is performed at a temperature range of 140 to 190°C, preferably 
150 to 160°C, and at simultaneous mechanic treatment or, respectively, applying power that 
causes heating, by means of at least one mixing and/or comminuting element, wherein the 


